PCT/EP200 4/Q09 6 8 5 



J 



Europalsches 
Patentamt 



European 
Patent Office 



Office europeen \ 
des brevets 



Bescheinigung Certificate 



Recd 0 7 OCT 2004 



JWIPO 

Attestanon 



PCT 



Die angehefteten Unterla- 
gen stimmen mit der 
ursprdnglich etngereichten 
Fassung der auf dem nach- 
sten Blatt bezeichneten 
europaischen Patentanmel- 
dung Qberein. 



The attached documents 
are exact copies of the 
European patent application 
described on the following 
page, as originally filed. 



Les documents fixes a 
cette attestation sont 
conformes a la version 
initialement deposee de 
la demande de brevet 
europeen specifiee a la 
page suivante. 



Patentanmeldung Nr. Patent application No. Demande de brevet n° 

03078038.1 



PRIORITY 
DOCUMENT 

SUBMITTED OR TRANSMITTED IN 
•COMPLIANCE WITH RULE 17.1(a) OR (b) 



Der President des Europaischen Patentamts; 
Im Auftrag 

For the President of the European Patent Office 

Le President de roffice europeen des brevets 
p.o. 



R C van Dijk 



EPA^PO/OEB Form 1014.1 - 02.2000 7001014 



BEST AVAILABLE COPY 



Europaisches 
Patentamt 



European 
Patent Office 



Office europeen 
des brevets 



PCT/EP200 4 / 0 0 9 6 8 5 



Anmeldung Nr: 
Application no. 
Demande no: 



03078038.1 



Anmeldetag: 
Date of filing: 
Date de depot: 



29.09.03 



Anmelder/Appl 1cant( s)/Demandeur( s) : 
Umicore 

Rue du Marais 31 
1000 Brussels 
BE LG I QUE 



Bezelchnung der Erf 1ndung/T1 tie of the 1nvent1on/Tl tre de 1' Invention: 
(Falls die Bezelchnung der Erflndung nlcht angegeben 1st, slehe Beschrelbung. 
If no title 1s shown please refer to the description. 
S1 aucun tltre n'est 1nd1qu6 se ref erer a la description.) 

Process and apparatus for recovery of non-ferrous metals from zinc residues 



In Anspruch genommene Priori St( en) / Priori ty(1es) claimed /PrlorltS(s) 
revendl quee( s) 

Staat/Tag/Aktenzelchen/State/Date/Flle no./Pays/Date/Numero de depot: 



Internationale Patentklasslf 1 kat1 on/International Patent Classification/ 
Classification Internationale des brevets: 

C22B/ 



Am Anmeldetag benannte Vertragstaa ten/Contracting states designated at date of 
flllng/Etats contractants designees lors du depot: 

AT BE BG CH CY CZ DE DK EE ES FI FR GB GR HU IE IT LU MC NL 
PT R0 SE SI SK TR LI 



03078038. 1 

EPA/EP0/0EB Form 1014.2 - 01.2000 7001014 



2 



29/09 



@007 

'03 MAA 14:05 FAX 32 14 245873 IMIQffiE^ATEHT .*PT__ ^ 29#09 . 2003 14s ll:47 



1 

Process and apparatus £ or recovery o£ noa^farroaa astalg £gam ziac 

residues 

This invention relates to the recovery of non-ferrous metals from 
5 zinc -bearing residues, in particular from residues produced by the 
zinc manufacturing industry. 

Blende, which is an impure ZnS ore, is the main starting material .for 
the production of zn. The typical industrial practice encompasses an 

10 oxidative roasting step, producing ZnO together with sulphates or 
oxides of the impurities. In subsequent steps, the ZnO in roasted 
blende is brought into solution by leaching in neutral conditions or 
in weak acidic conditions, thereby producing 2n-depleted residues, 
respectively referred to in this description as neutral leach residue 

15 and as weak acid leach residue. However, during roasting, part of the 
Zn reacts with Fe, & typical impurity present in blende, and forms 
relatively insoluble zinc ferrite. The leach residues therefore 
contain. Besides lead sulphate, calcium sulphate and other 
in^mrities, a sizeable fraction of Zn in the form of ferrite, 

20 According to present practice, the recovery of the Zn from ferrite 

requires a specific hydro-metallurgical residue treatment using high 
acid concentrations of 50 to 200 g/1 H 2 S0 4 . A disadvantage of this 
acidic treatment is that besides zn, almost all the Fe and also other 
impurities such as As, Cu, Cd. Mi, Co, Tl, Sb are dissolved. As even 

25 low concentrations of these elements interfere with the subsequent 
electrowinning of Zn, they must be removed from the zinc sulphate 
solution- While Cu, Cd, Co, #i and Tl are precipitated by addition of 
Zn powder, Fe is typically discarded as hematite, jarosite or 
goethite through hydrolysis. Due to the danger of washout of heavy 

30 metals, these Fe-bearing residues have to be disposed off in a well- 
controlled landfill. Landfilling of such residues has however come 
under heavy environmental pressure, rendering the sustainability of 
the process Questionable. Another drawback of the above treatment is 
the loss of metals such as In, Qa, Ag and Zn in the Fe-bearing 

35 residue. 

An alternative treatment of the ferrite-bearing residues is applied 
in some plants, using Waelz kilns, which produce a slag, and a Zn and 
Pb containing fume* Similarly, a rotary flame-fired furnace of the 
40 Dorschel type can be used in a batch process, m still another 

approach, the leach residue is processed, using coke as fuel, in a 
half shaft blast furnace, producing a Zn and Pb containing fume. 
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matte and slag- These pyro-metallurgical treatments generally result 
in an excellent recovery of Zn and Pb, and, for some of them, in a 
significant recovery of Ag, Qe and In. 



5 These processes are however inadequate for modern zinc smelters, as 
they cannot be scaled up to large single-vessel operations. By this 
fact, they are not a cost efficient solution for today's zn smelters. 

Although numerous Zn fuming processes have been described, recent 
10 literature concentrates on high temperature (at about 1300 °c) 

treatment of to-containing Fe-based secondary residues, such as EAR 
dusts. Such high temperatures are needed to ensure a high Zn-fuming 
rate, down to low Zn content in the slag, in one single operation. 

15 The hitherto commonly used fayalite type of slag <2FeO.Si0 2 ) is 

therefor heated to well above its melting point (of about 1100 °C) 
during the metallurgical operation. Such strong superheating of the 
slag significantly shortens the lifetime of the refractory lining of 
the vessel. Using a water-cooled lining counters this effect, but at 

20 the prize of greatly increased heat losses. 



25 



30 



The primary aim of the invention is to provide a process for high- 
rate Zn- fuming, avoiding the corrosion of the vessel lining and 
limiting heat losses to a reasonable value. 

To this end, a process is described using a specially formulated 
slag. Another object of the invention concerns a submerged plasma 
torch furnace, which is particularly suitable for implementing the 
invented Zn- fuming process. 



The invented process for the valorisation of metal values in a Zn-, 
Fe- and Pb-bearing residue, comprises the steps of: 

- subjecting the residue to a flash or bath fuming, thereby producing 
an Fe-bearing slag and Zn- and Pb-bearing fumes; and 
35 - extracting the Zn- and Pb-bearing fumes and valorising Zn and Pb; 
characterised in that CaO, SiO^ and MgO are added as a flux before or 
during the fuming step so as to obtain a final slag composition with: 
fee] [cao] [Mgo] 

,4. >3.5; 
lSi02j [SiOaJ 3 

fcaol 

0.1<T ^<l-3? and 

[S±02\ 

6 < [Site] < 22, 
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all concentrations being expressed in wt%. 

The process is particularly suited for treating neutral leach residue 
or weak acid leach residue, 

5 

Dolomite and limestone are advantageously used as the sole sources 
for flux additions. 

If Cu is present, a matte or alloy phase is produced in the fuming 
10 step, which contains a significant part of the Cu and a significant 
part of the precious metals, the term significant is, in this 
context, to be understood as corresponding to a recovery of at least 
30 wfc.% of the individual metals. 

15 If Ge is present, the major part of it is fumed together with zn and 
Ph. It can then be separated from the fumes, e.g. by co-precipitation 
with Fe hydroxide or by addition of tannic acid. Other useful 
separation techniques are solvent extraction and the use of ion- 
exchange resins. 

20 

The fuming process can be performed in reactors such as 
a plasma flash furnace, a submerged plasma furnace, a submerged lance 
furnace and a PC arc furnace. A single-chamber submerged plasma 
reactor, which is a novel concept in the art of Zn-fuming, is 
25 particularly well suited for implementing the invented process. This 
reactor can be equipped with water-cooled peripheral walls. 

The details of the invention are now discussed - 

30 The fuming step consists in the reduction-smelting of the residue, 
whereby reductants such as natural gas, I»PG, coal or cokes, and 
possibly fluxes such as limestone (CaCC^) dolomite (MgCO*, CaCOj) and 
silica (SiO a > are added to produce a fast fuming slag with a high 
melting point. This high melting point corresponds to limited 

35 superheating of the slag. This greatly facilitates freeze-lining. 
i.e. the formation of a crust on the inner surface of the cooled 
vessel walls. Limited superheating results in the formation of a 
relatively stable and thick crust, ensuring good thermal insulation 
and efficiently protecting the vessel lining from corrosion- Heat 

40 losses towards the cooled walls are thus greatly reduced. Moreover , 
the relatively low silica content of the slag appears to enhance the 
fuming rate, A slag melting point of at least 1250 °C, and preferably 
of at least 1300 °c is recommended. 
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Figure 1 illustrates slag compositions on a ternary CaO-FeO-SiCfe phase 
diagram* Representative prior art fayalite slags are shown as areas 
under references 1, 2 and 3- See 0 Phase .Equilibria and Thejrmodynamxcs 
5 of Zinc Fuming SXaga*, £. JaJc and P. Sayas, Canadian M&tal lurgi cal 
quarterly, vol 41, tfo 2, £p 163 - i74, The slag composition 

according to this invention are shown as areas under reference 4 (for 
0 wt% MgO) and references 4 + 5 (for 5 wt,% MgO), 

10 In most cases, the Zn-bearing residue can be fluxed according to the 
above criteria using limestone and/or dolomite only. Minimising the 
addition of silica results in a slag having the required high melting 
point and a fast fuming kinetics* The effect of MgO is to further 
increase the melting point of the slag. Due to its relatively high 

15 cost, it recommended to limit the concentration of Mgo in the final 
slag to 5 wt.%. 

In the finning process, Zn and Fb are concentrated in the fumes. Cu is 
collected in a separate matte phase. Through leaching of these fumes, 

20 zn and pb can be separated in a Pb-containing residue and a Zn- 

containing leaching liquor. If the Zn-, Fe- and Pb-bearing residue 
also contains Ge, the Ge present in the fumes may be separated and 
treated batch -wise in a subsequent, Ge-rich fuming campaign. The Ge 
separation from the fumes is preferably performed by leaching, 

25 followed by co-precipitation with Fe hydroxide or by addition of 
tannic acid. The same principles apply for In. 

The reactor typos mentioned before lend themselves to large-scale, 
single-vessel operations* The overall process is compact, uses a 

30 single smelting/ fuming reactor at high temperature and ensures a high 
metal value recovery while producing environmentally acceptable end 
products. The invention thus provides for an essentially waste-free 
process that can compete economically with hydro-metallurgical Zn 
residue treatments. The slag is an environmentally acceptable output 

35 for Fe, which can be upgraded as gravel substitute in concrete. The 
actual valorisation of metallic Fe is uningportant due to its 
relatively low concentration in the contemplated residues and to its 
rather low intrinsic value. 

40 A single-chamber reactor equipped with submerged plasma fired tuyeres 
has been specially designed for use in the above-described process. 
During start-up, the reactor is filled with slag, which is molten 
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down by the plasma tuyeres until these are submerged. Then, a Zn- 
bearing residue is added, without the need for any special feed 
preparation, like drying or comminuting. 'The energy provided by the 
plasma tuyeres results in the melting of the feed and in the fuming 
5 of valuable metals like Zn, Pb, Ge and in. The reductants can be fed 
through the tuyeres (natural gas, hBG) or added to the feed (coal, 
cokes) . The tuyeres are preferably submerged at a depth allowing them 
to contact the slag phase only, as the slag has a lower corrosive 
nature than the heavier other phases . 

10 

The use of the Invented slag composition is preferably combined with 
water-cooling of the reactor's periphery: water-cooling of the side 
walls facilitates freeze-lining, which has, as explained above, a 
particularly advantageous effect. 

15 

Advantages of this furnace over the submerged lance furnace mainly 
stem from the use of electricity as a heat source. The submerged 
plasma reactor indeed achieves high flexibility through its ability 
to operate in a wide range of oxygen potentials, while minimising the 

20 total amount of of fi-gasses produced. Reduced off-gas amounts allow 
for a compact installation, operating with low emission of 
environmentally harmful gasses such as C0 3 . Unlike a plasma flash 
furnace, where the molten phases settle without any agitation, the 
submerged plasma induces a suitable level of bath agitation which 

25 lead to greatly accelerated reduction kinetics and which allows humid 
or wet materials to be directly fed into the furnace. 

The following example illustrates the separation of different non- 
ferrous metals contained in a roasted and subsequently leached blende 
30 residue . 

1500 kg of weak acid leach residue, which mainly consists of zinc 
ferrite (Zn0,Pe a O 3 ), lead sulphate (PbSO*) , calcium sulphate (CaS0 4 ) , 
zinc sulphate (ZnSO d ) and impurities like CaO, Si0 2 , MgO, Al a O a , Ag, Cu 
35 and Ge, are dried and thoroughly mixed with 150 kg of cokes, having a 
purity of more than 85 % C. The feed is fluxed with 90 kg of 
dolomite and 60 kg of limestone. 

The mixture is then injected through a tuyere attached to a 1 MW air 
40 plasma torch for flash fuming at a feed rate of 12 kg/min. The 
furnace walls are water-cooled and protected by a thin layer of 
refractory at start-up. After two hours of smelting, the slag is 
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tapped- The recovered fumes are rich in Zn axid Pb, which are present 
as Zno, PbO and/or PbSO«. 

The slag is tapped at 1325 °C with only limited superheating thanks 
to the fluxing of the feed resulting in a final slag composition 
according to the invention. Next to the slag and fumes, a separate Cu 
containing matte was tapped. 

The analysis of the different feeds and productions is given in Table 
1, together with the metal distribution across phases. ^Others* 
refers to impurities and to bound elements such as oxygen. For the 
cokes, ^Others' refers to ash content; for the fluxes, to Impurities 
such as A1 3 0 3 . 

Table li Material balance and metal distribution across phases 

Feed"" to fuming""" furnace" 




Dolomite 
Cok es 
Total "feed 







Products of the process 




Component 


Mass 
(xg) 




Composition (wt.%) 






Ag 




Cu 


zn 
2T47 

*3.39 
33.5 


Fe 
20^9 
51T.4 
5739 


cao* 
1J7§ 

3-lI 

1T10 


16.6 
0791 
1-10" 


4. "93 
0.46 


S 

5753 

16.6 
6~-12 


Q© 

<.5oT 
"Tool" 

"T6T6" 


c 


Others 
T577~" 

- 10"74~" 
i57a — 


Fe-slag 


500 


0.00 


0.01 


0.45 


Matte 


175 


0.18 


o.os 




Fumes i 


500 


0.08 


ii-3 


2.3"? 



Distriiiutioii (%}' 



Ccxotponent 
Fe-slag 


Fraction 

(Wfc.%) 






Cu 


zn 


Fe 


Cao 


SiOg 


MgO 


S 


Ge 


33 






8 




48 


88 


92 , 


^ 92 *~" 


10 — 


Matte 


12 


47 




51 




43 




2 


3 


35 " 


15 


Fumes 


r 53" 


53 


hioo 


4~ 


^54" 


8 


6 


6 


5 


55 


85 



The slag analysis shows minimal amounts of leachable heavy metals, 
such as Ph, ensuring that the slag is environmentally clean. The high 
percentage of "Others" in the slag is attributable to oxygen bound to 
the metals. 

The environmental stability of the slag was tested on the slag as 
such and after formation of concrete containing 30% slag and 10% 
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cement. The tests were performed according to European norm MEN 7343, 
whereby the material is broken to less than 4 mm and percolated with 
acidified water. The leachability was assessed according to the 
Flemish VLAREA ( "Vlaams reglement voor a£valvoorkom±ngf en -beheer-) 
5 norm for non-ferro metallurgical slags. The leachability of both the 
slag and the slag-containing concrete proved to be well below the 
limits applicable to products intended for the building industry* 



The invented process thus achieves the separation of the metals as 
10 follows: 

- Zn, Pb and Ge in the fumes which can be treated by known means for 
separation of Pb and Ge in different residues, and of Zn in a leach 
liquor; 

- cu and precious metals in a matte or alloy which can be refined 
15 using a classical Cu and precious metals flowsheet? 

- Pe in an inert, environmentally clean slag, reusable as e.g. gravel 
substitute in concrete. 
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CUU3HS 

1. Process for the valorisation of metal values in a Zn-, Fe- and. Pb- 
5 bearing residue, comprising the steps of: 

- subjecting the residue to a flash or bath fuming step, thereby 
producing an Fe-bearing slag and Zn- and Pb- bearing fumes; and 

- extracting the 2n- and Pb-bearing fumes and valorising Zn and Pb; 
characterised in that either one or more of CaO, SiOa and Mgo are 

10 added as a flux before or during the fuming step so as to obtain a 
final slag composition with: 

[Fe] , [cao] [Mgo] 

7 T + r ' " I * >3.5; 

LsiOzJ lSiQ2j 3 

=r<1.3; and 

6<[siOz]<22, 

all concentrations being expressed in wt%- 

15 2- Process according to claim 1, wherein the Zn-, Fe- and Pb-bearing 
residue is a neutral leach residue or a weaJc acid leach residue. 

3. Process according to claim 2, characterised in that only dolomite 
and limestone are added as a flux. 

20 

4. Process according to one of claims 1 to 3, characterised in that 
the Zn-, Fe- and Pb-bearing residue contains Cu and precious metals, 
ana that, during the fuming step, a matte or alloy is produced 
containing a significant part of the Cu and a significant part of the 

25 precious metals. 

5. Process according to any one of claims 1 to 4. characterised in 
that the Zn-, Fe- and Pb-bearing residue contains Ge, that a major 
part of the Ge is fumed together with Zn and Pb, and that it is 

30 subsequently separated. 

6. Process according to claim 5/ whereby the separation ot Ge is 
performed by co-precipitation with Fe hydroxide or by addition of 
tannic acid. 



7. Process according to any one of claims 1 to 6, whereby the process 
is performed in a reactor selected from the list consisting of a 
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plasma flash furnace, a submersed plasma furnace, a submerged lance 
furnace and a DC arc furnace, 

8. Single-chamber smelting and fuming reactor for treating Zn-bearing 
5 residues, said reactor comprising one or more plasma tuyeres as heat 

and gas sources, said tuyeres being arranged such that the generated 
plasma is submerged in the molten phase. 

9. Single-Chamber smelting and fuming reactor according to claim 8, 
10 characterised in that the peripheral trails of the reactor are water- 
cooled. 
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ABSTRACT 



10 



Process and apparatus for recovery of non-ferrous medals from zinc 

residues 

tfhe invention relates to a process for the separation and recovery of 
non-ferrous metals from zinc-bearing residues, in particular from 
residues produced by the zinc manufacturing industry. 



The process comprises the steps of; 

- subjecting the residue to a riash or bath fuming step, thereby 
producing an Pe bearing slag and Zn- and Pb-bearing fumes; and 

- extracting the 2n- and Pb-bearing fumes and valorising Zn and Pb; 
15 characterised in that CaO, SiO* and Mgo are added as a flux before or 

during the fuming step so as to obtain a final slag composition with: 

fre] y fcgol [Mgo] >3 5 
[sLOz] [siOzf 3 
fcao] 

0.1<4 =t<1.3; and 

LSiOzJ 

6<[siOaJ<22, 

all concentrations being expressed in wt%. 

20 The invention also relates to a single-chamber reactor for Zn-fuming 
equipped with one or more submerged plasma torches as heat and gas 
sources . 



25 
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